JEWELRY MAKING

291

PROCESSES
Forming
the
Chain

Polishing
p. 71

Coloring
p. 72

Buffing

Step 2

Turn back link E to the left

Turn back link F to the right.

Steps

Pull link C toward the worker.

Push link D away from the worker.

This completes the first unit.  Insert a large pin

in the opening at 0 to keep the unit in place

until the next two links are inserted.

Step 4

Insert two links AB of the new unit in the

opening at 0 as shown in Fig. 96.

Close the links as directed above.

Link the other four rings to form a double

chain as described above to prepare for the next

unit in the same way the first unit was made.

Repeat from Step 2.

Continue this repetition until the chain is the

desired length.

Inspect the chain to see that all links are closed

as tightly as possible and that the openings of

the links are on the inside of the chain.

Polish with chamois buffing wheel and rouge.

Dip the chain in a potassium sulphide solution.
Rub the chain with a soft cloth and whiting
until the chain is a polished silver, the oxidized
silver left only in the recessed parts.

Polish with chamois or soft cloth buffing wheel.